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Abstract: - Thin films of iron pyrite (FeS 2 ) had been grown by chemical bath deposition method (CBD) using 
iron sulphate and thiourea as precursors. Ammonia and Ethylene Diamine Tetraacetic Acid (EDTA) were used 
as the complexing agents. The films were deposited using different ammonia concentrations (AC) that vary 
from 10M to 14M, keeping the other growth parameters constant. The structural, optical and electrical 
properties of the films had been investigated using appropriate techniques. The increase of AC had a significant 
effect on the crystalline phase of FeS 2 films. The X- ray diffraction spectra revealed a dominant (1 10) plane with 
marcasite phase at AC=10 M that changed into pure pyrite phase with increase of AC to 14 M. The later phase 
had a strong (200) plane as the preferred orientation. All the grown films had homogeneous and uniform surface 
morphology. The Fourier transform infra-red spectra (FTIR) indicated the -OH, C-H and S-0 stretching 
vibration modes. The films exhibited two optical band gaps i.e. an indirect band gap in the range, 0.99 - 0.96 eV 
and a direct band gap varying from 1.28 eV to 1.14 eV with increase of AC from 10 M to 14 M. The resistivity 
of the polycrystalline films was observed to be varied from 0.02fl-cm to 0.005f2-cm with the ammonia 
concentration which was much higher than that of the Si and CdS thin films. 
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I. INTRODUCTION 

In recent years, iron pyrite films have attracted much attention as an absorber material for 

photoelectrochemical and photovoltaic applications [1, 2]. It has favorable band gap (Eg=0.95 eV) which is very 
close to Si (Eg=l.leV)[3,4]. It consists of earth abundant and cheap elements that are safe to handle for large 
scale production. Its large scale applications will never be exhausted because of the availability of its constituent 
elements. Generally, the two naturally occurring phases of FeS 2 are Pyrite and marcasite. Marcasite has an 
orthorhombic crystal structure with a narrow band gap Of 0.34 eV that makes it unsuitable for photovoltaic cell 
fabrication [5,6]. The pyrite phase exhibits cubic structure with a high optical absorption coefficient of 10 5 cm" 1 
[4], direct band gap of 1.38 eV and indirect band gap of 0.95 eV [7,8]. FeS 2 thin films have been prepared by 
variety of methods such as flash evaporation, metal organic chemical vapor deposition [13,15], thermal 
evaporation, sputtering, chemical vapour deposition, electrodeposition, molecular beam deposition, spray 
pyrolysis and chemical bath deposition (CBD). CBD is simple and inexpensive wet chemical process useful for 
large area film deposition with less material usage and reproducible properties. Further, it is easy to dope the 
materials in this method and use simple precursor deposition. It is based on the reaction between different ions 
in water solution and in acidic medium. Triethanolamine (TEA) and Ethylene Diamine Tetra Acetic Acid 
(EDTA) are generally used as complexing agents that avoid precipitation by slowing down the release of the 
metallic ions thereby forming a solid film on the substrate surface. In this work, ammonia had been used as the 
complexing agent along with EDTA instead of TEA for the first time to prepare FeS 2 films. The effect of 
ammonia concentration on the structural and optical properties of the grown films is reported. 

II. EXPERIMENTAL 

Iron sulphate (FeS0 4 .7H 2 0) and Thiourea (CS(NH 2 ) 2 ) were used as precursors with NH 3 and EDTA as 

complexing agents. Three sets of films were prepared by varying the AC from 10.0 M to 14.0 M. Sodalime glass 
plates were used as substrates. Non-uniformity and poor adhesion of the films were the common notified 
problems in CBD. In order to obtain good films, the substrates were cleaned in the following procedure: The 
substrates were thoroughly cleaned with ordinary water, soap solution and distilled water sequentially. The so- 
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cleaned substrates were dipped in potassium dichromate solution for 5-6 hours. Just prior to the deposition, the 
films were rinsed with distilled water and placed in beaker. Solutions with the required 1 M, 1 M and 0. 1 M 
concentrations for FeS0 4 .7H 2 0, CS(NH 2 )2 and EDTA respectively were prepared by standard techniques. The 
ammonia concentration varied from 10.0 M to 14.0 M. 20 ml of distilled water is added to the bath and stirred 
well. The deposition time (t d ) 60 minutes and bath temperature (t b ) 70° C were maintained for all the 
concentrations. The as-deposited films were removed from the beaker and dried. Structural analysis of the films 
were carried out by using Siefert X-ray diffractometer (model: 3003 TT) with Cu-Ka radiation source 
(wavelength, X = 1.542 A°) and Raman spectrometer. Surface morphology and chemical composition of the 
films were carried out using Carl Zeiss SEM (EVO MA 15) attached with Oxford instruments (Inca Penta FET 
x3) X-ray energy analyzer. Optical absorption studies were carried out using Perkin-Elmer Lambda 950 UV- 
Vis-NIR spectrophotometer. FTIR measurements were carried out with Nicolet Model 400D Spectrometer 
operating in the wavenumber range 4000-1 500cm" 1 . Electrical properties were measured using Four Probe 
arrangement. 

III. RESULTS AND DISCUSSION 

The as-grown FeS 2 films were dark reddish brown in color. X-ray diffraction is a powerful tool for the 

structural determination of bulk films, unknown material identification, determination of the orientation of the 
single crystals and preferred orientation of the polycrystals etc. The purity and phases of the films were analyzed 
by XRD. Typical XRD patterns of the Iron sulfide films deposited at different concentration of ammonia were 
shown in the Fig. 1. 
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Fig. 1. XRD patterns of the deposited pyrite films at different ammonia concentrations. 

(In the figure, M- represents marcasite and P- represents pyrite phases of FeS 2 ) 
From the spectra, it was clear that the films were polycrystalline in nature. The narrow and sharp peaks 
indicated that the films were well crystallized. When the concentration of ammonia was 10.0 M, the phases 
mainly composed of marcasite and a small amount of pyrite. Four peaks of (110), (200), (311) and (023) [6, 18] 
planes were observed corresponding to both marcasite and pyrite phases of FeS 2 . Average cystalllite size had 
been obtained from the broadening of the (200) diffraction peak by using the Scherrer formula given by: 

0.9A 
t = 

Bcosd 1 

Where t is the crystallite size, X is the wavelength of the X-rays; B is the full width at half maximum 
(FWHM) and 6 is the diffraction angle. After correcting by the instrumental broadening of the diffraction lines 
as measured with FeS 2 pyrite powder pattern, the FWHM was measured and the crystallite size was calculated. 
The variation of the crystallite size and FWMH with concentration of ammonia at (200) plane was shown in 
Fig.2. 
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Fig. 2. Variation of crystallite size and FWHM with AC at (200) plane. 

From the fig, it was noticed that the crystallite size does not depend on the concentration of the 
complexing agent. However, it may be a function of the amount of heat applied to the films [11]. As the AC of 
the bath was increased to 12.0 M, the intensity of the peaks corresponding to marcasite decreased without any 
phase conversion. However, at 14.0 M AC, all the peaks corresponding to marcasite were converted into pure 
pyrite phase of FeS 2 with the planes corresponding to (111), (200), (311) and (023) (Cubic, JCPDS 42-1340) 
[19]. This may be due to the ammonia concentration which was sufficient to help the Fe ion precursor to release 
necessary Fe 2+ ions for the pyrite formation. Further increment in the concentration resulted in poor adhesion of 
the material on the substrate. 



The scanning electron microscopy is the most commonly used technique to study the surface 
morphology and microstructure of the films. The SEM micrographs of the films deposited at different AC were 
shown in Fig. 3. 
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Fig. 3. SEM images and ED AX spectra of deposited FeS 2 films at different AC. 



Form the SEM images it was observed that films deposited at 10 M of AC had an inhomogeneous 
distribution of grains on the substrate with small grain size. However, at 14 M a regular distribution of large 
grains over the substrate surface was observed. Energy dispersive analysis of X-rays (EDAX) is one of the 
analytical techniques used for the elemental analysis or chemical characterization of the sample. This technique 
is sometimes referred to as EDS (Energy dispersive spectroscopy) and is used for identifying the elemental 
composition of the specimen in the area of interest. EDAX works as an integrated feature of SEM and cannot be 
operated without it. The EDAX analysis revealed the presence of intense peaks related to Fe and S in addition to 
few small peaks corresponding to impurity elements like Si, Mg, and Na. The later peaks are mainly from the 
glass substrate as the grown layers were very thin (~ 100 nm). Stoichiometric ratio of S/Fe=2.00 is given to the 
reference pyrite [10, 16]. Spectra from different zones of that pyrite prove that its stoichiometry can be found to 
be 2.00+0.02. 
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Fig.4. FTIR spectra of the pyrite films at different ammonia concentration. 

For the determination of the surface properties of the films FTIR is found be one of the most popular 
techniques which are commonly used. Fig. 4 represents the FTIR data of FeS 2 films grown in this work. The 
spectra exhibit a small peak around 3738 cm" 1 due to -OH stretching modes. Another band at 2925 cm" 1 was also 
observed, which could be assigned to the C-H stretching modes. In addition, the band appeared at 1774 cm" 1 [11, 
13] represents the asymmetric S-0 mode corresponding to the sulphate ion. 
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Fig. 5. Optical absorbance spectra of the deposited pyrite films. 

The optical studies showed good optical absorption in the wavelength range of 400-800 nm (Fig 5). 
The optical absorbance of the films was very high throughout the visible and near infra-red regions. This made 
pyrite FeS 2 an important material for solar cell absorbers. Another important property of the films for 
photovoltaic applications is band gap. The optical absorbance of the material was evaluated by using Stern's 
relation which is given by: 

n 

[k(hv-E g ) 2 ] 

a — 

[ho] 2 

Where v> is the frequency, h is the Plank's constant; k equals a constant while n has the values of either 
1 or 4. The value of n is 1 for direct transition and 4 for indirect transition. The band gap of the material was 
calculated by extrapolating the (ahv) 1/2 vs hv and (ahv) 2 vs hv plots. The films exhibited two optical band gaps 
i.e. an indirect band gap in the range, 0.95 - 0.98 eV and a direct band gap varying from 1.28 eV to 1.14 eV 
with the increase of AC from 10 M to 14 M. These band gap values are comparable with values reported in the 
literature [12, 13]. 




Ammonia concentration 

Fig. 6. Variation of electrical resistivity of FeS 2 films with AC. 

Four probe method is one of the most common methods for measuring resistivity of compound 
semiconducting thin films and is especially suitable for measurements in the low resistivity regime. The 
resistivity of films decreases from 0.02 £1 cm at AC=10.0 M to 0.005 £1 cm [14, 17] at AC=14.0 M, as shown in 
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Fig. 6. The decrease of electrical resistivity with increase of ammonia concentration could be attributed to the 
increased mobility of the charge carriers along with the increase of grain size. As the grain size increases, the 
conductivity of the material increases which indicate the semiconducting nature of the grown films. 

IV. CONCLUSION 

The iron pyrite thin films were chemically deposited by using aqueous solutions of Iron sulphate and 
Thiourea. The film deposited at AC < 14 M concentration showed pyrite as well as marcasite phases while the 
films that were grown at 14 M had only pyrite phase with cubic structure. The later films showed uniform and 
better surface morphology compared to the films formed at concentrations lower than 14 M. The ED AX 
analysis revealed the presence of Fe and S with some impure elements. The FTIR spectrum exhibited peaks 
related to -OH, C-H and S-0 stretching modes. The optical studies indicated a decrease of direct band gap from 
1.28 eV to 1.14 eV as AC increased from 10 M to 14 M. 

REFERENCES 

[I] . M.Yamamoto, A.Nakamura, E.L. Li Seki, A. Hashimoto, S. Nakamura, Solar Energy Mat. & Solar 

Cells, 75, 2003,451. 

[2]. Nocholas Berry, Ming Cheng, Craig L Perkins, Moritz Limpinsel, John C Hemminger, Adv. Ener. 
Mater., 2, 2012, 1124. 

[3]. Kaiwen Sun, Zhenghua Su, Jia Yang, Zili Han, Fangyang Liu, Yanqing Lai, Jie Li, Yexiang Liu, Thin 

Solid Films, 542, 2013, 123. 
[4]. Shuling Liu, Miaomiao Li, Shu Li, Honglin Li, Lu Yan, Appl. Sur. Sci, 2013, 268. 
[5]. Masood Akthar, Ahmed Lutfi abdelhade, M Azad Malik, Paul O Brien, J. Of Cryst. Growth, 346, 2012, 

106. 

[6]. Z J Luan, Y Wang, F Wang, L Y Huang, L Meng, Thin Solid Films, 519, 201 1, 7830. 

[7]. A J Clayton, S j C Irvine, V Barrioz, W S M Brooks, G Zoppi, I Forbes, K D Rogers, D W Lane, K 

Hutchings, S Roncallo, Thin Solid Films, 519, 2011, 7360. 
[8]. Dongyun Wan, Yutian Wan et al, Mater. Sci. & Engg. B., 122, 2005, 156. 
[9]. Soumitra Kar, Subhadra Chaudhuri, Chemical Physics Letters, 398, 2004, 22. 
[10]. L Meng, Y H Liu, L Tian, J. of Crys. Growth, 253, 2003, 530. 

[II] . Sigeyuki Nakamura, Akio Yamamoto, Sol. Ener. Mat. &Sol. Cells, 65, 2001, 79. 
[12]. Y Tomm, R Schieck, K Ellmer, S Fiechter, J of Crys. Growth, 1995, 271. 

[13]. J ames Puthussery, Sean Seefeld, Nicholas Berry, Markelle Gibbs, Matt Law, J. of Amer. Chem. Soc, 
133,2011,716. 

[14]. B Thimas, K. M Ellmer, C HopMuller, H Tributsch, J. Crys. Grow, 170, 1997, 808. 
[15]. I J Ferrer, J R Ares, C R Sanchez; Sol. Ener. Mat. &Sol. Cells, 76, 2003, 183. 
[16]. A U Ubale, S G Ibrahil, Int. J. of Mat. Chem., 2 (2), 2012, 57. 
[17]. Yang Shao-Horn, C Quinn, Horn; Electrochemica Acta, 46, 2001, 2613. 

[18]. Yu Bi, Yongbo Yuan, Christopher L Exstrom, Scott A Darveau, Jinsong Huang; Nano Lett, 11 (11), 
2011,4953. 

[19]. Ning Zhang et al, Sur.& Coatings Tech., 1, 2000, 132. 

[20]. J Oertel, K Ellmer, W Bohne, J Rohrich, H Tributsch; J. of Cry. Growth, 1999, 1205. 
[21]. Y Munikrishna Reddy and A Vedavathi, J. Appliied Sciences, 12 (16), 2012, 1772. 
[22]. N, Li Y, Li J Kawashima, AP Chandra, A.R Gerson, Ad. in Colloid and Interface . 



International organization of Scientific Research 



70 I P a g e 



